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CONNECTIVE TISSUE SUBSTITUTES. METHOD OF PREPARATION 

AND USES THEREOF 

BACKGROUND OF THE INVENTION 

Field of the Invention 

[0001] The invention relates to the field of tissue engineering, 
production of connective tissue linked to natural bones or synthetic bone 
substitutes (tendons, ligaments, cartilage, etc.) can benefit from the 
invented procedure. The procedure of the present invention is carried out 
to produce bioenglneered connective tissue substitutes. Connective tissue 
substitutes(CTS) of the invention may be constructed for replacement of 
ligaments, and most particularly cruciate ligaments or tendons. 

(b) Description of Prior Art 

[0002] Researchers in the surgical arts have been working for many 
years to develop new techniques and materials for use as grate to replace 
or repair damaged or torn tissue structures, particularly bones and 
connective tissues, such as ligaments and tendons, and to hasten soft 
tissue repair. It is very common today, for Instance, for an orthopedic 
surgeon to harvest a central portion of patellar tendon of autogenous or 
allogenous origin for use as a replacement for a torn cruciate ligament 
The surgical methods for such approaches are well known. Further it has 
become common for surgeons to use implantable prostheses formed from 
plastic, metal and/or ceramic material for reconstruction or replacement of 
physiological structures. Yet despite their wide use, surgically implanted 
prostheses present many attendant risks to the patient It wilf suffice to say 
that surgeons are in need of a non-immunogenic, high tensile strength 
graft material which can be used for surgical repair of bones, tendons, 
ligaments and other functional tissue structures. 



[0003] One of the most widely used anterior cruciate ligament (ACL) 
substitutes is the bone-patellar tendon-bone graft The central one-third of 
the patient's or a donor's patella tendon, along with portions of the bony 
insertions of the patella tendon, is used as a repfacement for the damaged 
ACL. The bony insertions are harvested as bone fragments to facilitate 
implantation and fixation of the replacement graft into osseous tunnels 
performed in the tibia and femur in the patient's knee joint. The bone- 
patellar tendon-bone graft is a popular choice for ACL reconstructive 
surgery because of its high load strength after six weeks and its functional 
bone fixation. 

[0004] Some fixation devices employ various structures for coupling 
with a ligament or a suture and for engaging with the bone. For example, 
U.S. Pat. No. 5,356,435 discloses an element for fixing a ligament in a 
bony tunnel. The element includes an internal conduit for receiving an end 
of a ligament, and a clamping structure for securing the ligament end 
within the conduit. U.S. Pat No. 5,356,413 to Martins et al. discloses a 
surgical anchor having a body portion and a suture-neceiving bone. 
Another commonly used ACL substitute is the iliotibial band graft. The 
iliotiblal band is a section of ligament which is harvested from a portion of a 
patient's or a donor's iliotibial ligament located within the anterolateral 
ligament structures of the knee joint. The major problem with these 
techniques is that another part of the body, or the joint of the donor is often 
significantly weakened after biopsied to get grafts. Long term drawbacks 
of this approach are that chronic pain, patellar fractures, knee instability 
and cartilage degeneration. 

[0005] Researchers have been attempting to develop satisfactory 
polymers or plastic materials to serve as ligament or tendon for other 
connective tissues replacements. It has been found that it is difficult to 
provide long-term solution using these materials to permanently replace 
connective tissues. 



[0006] Artificial materials based on network fibers made of polyester or 
polytetrafluoroethylene have been used extensively as replacements for 
ligament and tendon, with some success. However, persistent 
inflammatory reactions occur following wear off of particles upon time post- 
implantation. Additionally, they do not readily breakdown and are not 
readily integrated with the body via remodeling by tissue cells. 

[0007] Bioengineered tissues can be used as grafts implants or 
prostheses to replace damaged tissues. 

[0008] US Patent 5,855.619 of Caplan discloses the use of a filament 
as load-bearing member of a contracted gel matrix containing 
mesenchymal cells. The implant described in this patent allows partial 
repair of connective tissues by attaching the implant to the tissue to be 
repaired. However, since this implant is constructed without anchoring 
extremities, the anchorage capability is limited. 

[0009] Fibroblast-populated collagen gels (FPCG) constitute an 
interesting in vitro model of soft tissues to investigate tissue response to 
various biological, chemical, electrical, and mechanical stimuli. In the past 
year, The potential of using a ligament-shaped FPCG to produce a 
bioengineered anterior cruciate ligament (ACL) has been investigated. 
Mechanical properties of FPCG are known, however, to be significantly 
lower than those required for a functional ACL. Finding ways to improve 
their mechanical properties would be highly beneficial not only for 
improving a ACL but also for the tissue engineering field in general. 



[0010] It is therefore an object of the present invention to provide an 
implant and method of preparation thereof which obviates the 
disadvantages of the prior art approaches. 

SUMMARY OF THE INVENTION 

[0011] One object of the present invention is to provide an implant for 
connective tissue substitution in a human or animal, comprising a pair of 
bone anchors joined at their proximal ends by at least one support 
filament, the filament being coated by at least one matrix layer of thickness 
sufficient to allow for colonization by cells. 

[0012] Another object of the present invention is to provide method of 
preparing the implant for connective tissue substitution In an animal, which 
comprises the steps of providing a set of bone anchors by joining a pair of 
bone plugs at their proximal ends by at least one support filament; and 
incubating at least one time the set of bone anchors in a solution 
containing matrix forming molecules for a period time sufficient for the 
formation of at least one matrix layer around the filament, the matrix layer 
with thickness sufficient to allow for colonization by cells, wherein the 
incubation is performed under condition inducing waves, vibration, cyclic 
traction, and/or static traction of the implant. 

[001 3] According to another object of the present invention, there is 
provided a method of preparing an implant for connective tissue 
substitution in an animal, said method comprising the steps of: 

a) providing a set of bone anchors by joining a pair of bone 
plugs at their proximal ends by at least one support filament; 
and 

b) incubating at least one time the set of bone anchors of step 
a) in a solution containing matrix forming molecules for a period time 
sufficient for the formation of at least one the matrix layer has a thickness 



sufficient to allow for colonization by cells, and wherein the incubation is 
performed under conditions in which are induced waves, vibrations, cyclic 
tractions, and/or static tractions of the implant. 

[0014] In accordance with the present invention there is provided a 
matrix which is further colonized by cells. The cells may be autologous, 
heterologous, or cells selected from the group of fibroblast, myoblast, 
osteoblast, mesenchymal, endothelial, immune, chondrocyte cell, and 
combinations thereof. 

[0015] Another object of the invention is to provide with connective 
tissue substitution that is partial or complete substitution of a connective 
tissue. The connective tissue may be selected from the group consisting of 
tendon, cartilage, disk, meniscus, musde, tooth f hair, joint, ligament, and 
combinations thereof 

[001 6] Furthermore, the filament and/or matrix layer may be dehydrated 
or lyophilized prior to implantation. 

[0017] Also in accordance with the invention, the bone anchor may be 
selected from the group consisting of bone portion, and piece composed of 
natural and/or synthetic biocompatible porous material. 

[0018] The matrix layer of the invention may be composed of products 
selected from the group consisting of chitosan, glycosarninoglycan, chitin, 
ubiquitin, elastin, polyethylen glycol, polyethylen oxide, vimentin, 
fibronectin, derivatives thereof, and combination thereof. 

[0019] Also, the filament of the present invention may be selected from 
the group of resorbable thread, natural fibers, and filament composed of 
proteins, lipids, biocompatible molecules and/or synthetic components. 

[0020] The implant of the invention may further comprises a 
pharmaceutical^ effective amount of biologically active molecule selected 
from the group of drugs, growth factors, cytokines, antibiotics, hormones, 
and combination thereof. 



[0Q21] Another object of the invention is to provide a matrix layer further 
comprising at feast one inner layer of gel and/or filament coated by at least 
one supplementary matrix coating layer, or an implant comprising an inner 
layer of matrix and/or filament which may be dehydrated or lyophilrzed 
prior coating with the supplementary matrix coating iayer. Jn addition, the 
matrix-coating layer may further comprises cells. 

[0022] For the purpose of the present invention the following terms are 
defined below. 

[0023] The term "matrix" as used herein is intended to mean a network 
of biological extracellular constituents, as example but without limitation 
collagen, elastin. fibronectin, laminine, proteoglycans, glycosarninoglycans, 
chitosan, ubiquitrn and derivatives thereof, in a hydrated or dehydrated 
form. This matrix can be produced with natural fibers in combination or not 
with synthetic or semi-synthetic fibers. 

[0024] The term "graft", as used herein refers to a natural and/or 
synthetic implantable substitute for various tissue types. 

[0025] The term "lyophylization" as used herein is intended to mean 
passive or active dehydration of hydrated matrix network as defined above. 
Simple air-drying, dessication, vacuum assisted dehydration, warming, 
water sublimation or other methods may perform the lyophylization. 

[0026] The term "chemically fixed" as used herein is intended to mean 
fixation of treatment of matrix with a chemical, as for example but without 
limiting the invention, paraformaldehyde, ethanof r formaldehyde, methanol, 
to create link between the matrix fibers and the anchors, bones or bone 
substitutes. 

[0027] This summary of the invention does not necessarily describe all 
necessary features of the invention, but that the invention may also reside 
in a sub-combination of these described features. The summary of the 



invention, thus incorporated, presents, therefore, only an example but not 
a limitation of subject matter to exactly this combination of features. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0028] Fig. 1 illustrates ligament fibroblasts (LF) isolated from a human 
ACL biopsy; 

[0029] Fig. 2 illustrates a transverse hole made in a human bone 
anchor; 

[0030] Fig. 3 illustrates two bone anchors liked with a surgical thread 
passed through their transverse holes and twisted; 

[0031] Fig. 4 illustrates two sterile bone anchors readily linked by 
surgical thread, transferred in a sterile plastic tube and kept in position by 
passing a hot metal pin through their transverses holes and across tube; 

[0032] Fig. 5 illustrates an ACL substitute after 24 hours in culture; 

[0033] Fig. 6 illustrates an acellular ACL substitute after 24 hours in 
culture: i 

[0034] Fig. 7 illustrates an ACL substitute lyophilized; 

[0035] Fig. 8 illustrates a histological section of a goat's ACL substitute 
before implantation. The hyd rated collagen layer seeded with living LF 
surrounds the central circular lyophilized core; 

[0036] Figs. 9A to 9C illustrate the collagen layer of an acellular ACL 
substitute consisting in a network of collagen fibers (A); the adhesion and 
migration of containing LF into the outer acellular hydrated collagen layer 
after 24 hours in culture (B); and same as in b) but after 48 hours of 
culture (C); 

[0037] Fig. 10 illustrates the multistep procedure to prepare a substitute 
ligament; and 



[0038] Fig. 1 1 illustrates an alternative multistep procedure to prepare a 
substitute ligament; 

[0039] Fig. 12 and illustrates a macroscopic aspect of a bioengineered 
ACL ready for implantation (opened goat's knee joint); 

[0040] Fig. 13 illustrates a macroscopic aspect of a bioengineered ACL 
immediately after implantation in sftu (opened goafs knee joint); 

[0041] Fig. 14 illustrates the macroscopic aspect of a dehydrated 
ligament substitute; 

[0042] Fig. 15 illustrates an histological section of a dehydrated 
ligament substitute showing an alignment of the collagen fibers in its 
scaffold (longitudinal plan); 

[0043] Fig. 16 illustrates an histological section of an acellular ligament 
substitute grafted in a goat's knee joint for 5 months; and 

[0044] Fig. .17 illustrates the macroscopic aspect of a bioengineered 
periodontal ligament ready for implantation. 

DETAILED DESCRIPTION OF THE INVENTION 

[0045] The following description is of a preferred embodiment by way 
of example only and without limitation to the combination of features 
necessary for carrying the invention into effect. 

[0046] In accordance with one embodiment of the invention, there is 
provided an Implant allowing permanent implantation of a connective 
tissue substitute. 

[0047] It is known in the art that synthetic prosthesis such as Dacron™ 
or lad are susceptible indirectly to wear off particles in the knee joint withfn 
a few years, leading to inflammatory reactions, cartilage degeneration and 
functional instability of the knee. 
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[0048] In one embodiment, the implant of the invention doesn't present 
the risks of graft rejection as it is intended to use or integrate autologous 
cells from the host's connective tissues, their own bone fragments and 
collagen. 

[0049] Another important embodiment of the invention is that the use of 
the instant implant avoids taking any portion of healthy autologous tissues, 
such as a part of the patellar, semitendinous or TFL iliotibial band, or 
semimembranous tendons for connective tissue replacement, which often 



vD lead to chronic pain, muscular weakness or instability of the joints. Only 

j{ some cells are removed from its host, defatted if necessary and processed 

O in one of several well-known procedures used to prepare the tissue for 

ry implantation into a human, an animal, as for example but without limitation, 

P horses, dogs and other domestic animals. The invention applies also in a 

M 5 general manner in the fields of veterinarian, dentistry, and orthodontic 

Rj cares. 

Uf 

O [0050] The cells useful to contract the collagen fibrils during the 



formation of an organized tissue-substitute Implant can be obtained from 
various mammalian sources (e.g., bovine, porcine, human, canine). The 
connective tissue cells used in the method of the present invention were 
fibroblasts, but other mesenchymal cell types, such as fibroblasts of other 
sources and tissues may also be used. The human fibroblasts can be 
Isolated by enzymatic disaggregation, explants or perfusion of the tissues 
of origin. 

[0051] Naturally occurring cells in accordance with the present invention 
may include, but not limited to epithelial cells, myoblasts, chondroblasts, 
osteoblasts, fibroblasts, and other fibrous connective cells coming from 
tendon, ligament, cartilage, and the like. 

[0052] Also, the autologous connective tissue cells may be conserved 
in a cell depository to prepare another bioengmeered connective tissue 
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implant for the patients who would break the graft under subsequent 
traumatic circumstances. 

[0053] In accordance with another embodiment of the present 
invention, the procedure of implantation may be performed by arthroscopy, 
avoiding arthrotomies and associated risks (infection, knee pain, and loss 
of articular mobility, major swelling and permanent scar). These 
advantages contribute to reduce the cost of medical care on a long-term 
basis and improve life quality of the patients post-surgery. 

[0054K In another embodiment, a fully functional replacement tissue is 
withstandat least the stresses and strains imposed by normal bodily 
activity on the type of tissue the construct is to replace. 

[0055] Furthermore, In accordance with one embodiment of the 
invention, the implant is fully biocompatible and integrable, in vivo, i.e., the 
implant resembles a natural tissue so as to be colonized by cells and 
interact with these specific cells already present in the body. The 
colonizing cells further organize the implant and secrete specific products, 
such as extracellular matrix constituents, proteins and/or growth factors, 
within the connective tissue substitute of the present invention, enabling it 
to degrade, remodel and regenerate the histological structures as a 
functional tissue substitute. Such integration may strengthen and 
conditions the Implant to better performs as a substitute tissue. 

[0056] Yet in accordance with another aspect of the present invention, 
the gel layer of the implant may be supplemented with proteins, peptides, 
or hormones playing roles during tissue integration and tissue repair. 
Several known factors may be released from the Implant prior 
implantation, as, but not limited to growth factors, growth hormones, 
fibroblast growth factor, epithelial growth factor, TGF-beta. insulin, and 
IGF-1. Cytokines may be expressed by cells genetically modified, 
transfected or transformed, to modulate local inflammatory processes, 
cartilage regeneration, vascularisation, etc. 
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[0057] The collagen can be extracted from various collagen-containing 
' animal tissues. Examples of possible collagen-containing tissue are 
tendon, skin, cornea, bone, cartilage, in vertebral disc, cardiovascular 
system and placenta. The collagen used herein is type I collagen. Other 
types of collagen (e.g., type II, III and others) may also be employed. 

[0053] In accordance with the most preferred embodiment of the 
presennqyention, the matrix layer of the implant is composed of Type I 
collagen, but can be formed, and is not limited to recombinant collagen 
proteins as chiibsan, chitin, ubiquitin, elastin, polyethylene oxide, vimentin, 
fibronectin, and combinations thereof. 

[0059] According to another aspect of the invention, there is provide an 
implant having a pair of generally cylindrical bone plug portions joined at 
their proximal ends by a core filament, the bone plug preferably including 
both bone regions. 

[0060] In another embodiment of the present invention there is to 
provided such an implant in which one of bone anchors is adapted to be 
pulled through a tunnel in, for example, the femur to allow fusion thereto 
and the otrW bone anchor portion is adapted to be pulled through a tunnel 
in the tibia to\llow fusion thereto to provide a substitute for the natural 
cruciate ligamentNtoe segment being adapted to be placed under tension 
between the tunnelsMo provide a ligament function. Similar procedures 
may be employed to provide connective tissue function to other bone 
Joints. 

[0061] One other embodiment of this invention is to provide a implant 
for promoting the healing and/or regrowth of diseased or damaged tissue 
structures by surgically repairing such structures with the implant of the 
invention. The implanted graft is trophic toward vascularization and tissue 
and may be essentially remodeled to assume the structural and functional 
characteristics of the repaired structure. 
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[QD62] In accordance to another preferred embodiment of the invention, 
the implant may be lyophilized after its preparation. This process avoids 
the use^of chemicals to strengthen the matrix layer of the implant, to allow 
the reinforcement of the links between the bone plugs and the collagen 
layer polymerized into their trabecular structure. Also, lyophylization 
permits the preparation of implants adding superposed matrix layers to 
reinforce the structureNof a bioengineered connective tissue, or conferring 
a higher resistance to rapture before and during surgical implantation 



procedures. >v 

[0063] Another Important emk^pdrment of the invention is that 
lyophylization may allow to form matrfx layers onto the implant with other 
biomaterials, as for example, but not limited to elastin, in combination or 
not with collagen, and repfacing the bone anchors of the implant by other 
porous anchors, as for example, but not limited tbi cement, or ceramic. 

[0064] It is another object of the present invention to provide a graft 
implant which has improved graft fixation capabilities and promotes 
connective tissue and bone ingrowth between the graft and the bony 
tunnel. 

[QCM>5] In accordance with the present invention, there is provided a 
deviofe and method far cyclic matrix stretching and mechanical testing. A 
cyclic traction machine is disclosed. In a preferred embodiment the matrix 
is maintained in place in the cycling chamber by inserting the two bone 
anchors in metal pins P one fixed to a load cell and the other, attached to a 
motion controlledvcursor. By controlling the position of the cursor, the 
matrix is subjected ten cyclic traction with stretching amplitudes from 0 to 30 
mm at a frequency orqp to 1 Hz for lower amplitudes, for any extended 
period of time. The wholevsystem is controlled via a LABview VI software. 
The operator may change easily the traction conditions and supervise the 
ongoing tests to make sure that^everything is running smoothly. A set af 
matrix may be maintained under static tension, or subjected to a cyclic 



j 
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tenfcton. The cells in a matrix as described in the present invention, may 
be induced to take a structural organization when submitted to tension 
stimulus. \he stimulus may be also simply waves in a culture medium by 
agitation of the petri dishes In which is kept a matrix, or an electric 
stimulus. 

[0066] The present invention will be more readily understood by 
referring to the following examples which are given to illustrate the 
invention rather than to limit its scope. 

EXAMPLE I 
Preparation of anterior c rut i ate ligament 
Material and Methods 

LF isolation and culture 

[0067] Tom ACL biopsies are collected from the host. The biopsies are 
kept at 4°C for no longer than 24-48 hrs before cell isolation. The ACL 
biopsy ts weighted and cut into small pieces after removal of the 
periligamentous tissues. The fragments are digested with 0.125% 
collagenase containing 2 mM CaCl2 (1 ml of enzymatic solution /mg of 
tissue) for 20 hrs. under gentle agitation, at 37°C. A 0.1% trypsin solution 
(1ml/mg of hydrated tissue) is then added to the cellular suspension for 1 
hr. The enzymes are dissolved in Dulbecco's Modification of Eagle's™ 
medium (Gibco). pH 7.4, containing antibiotics. 

[0068] The ligament fibroblasts (LF) isolated from ACL biopsies are 
cultured in DME supplemented with 10% fetal cajf serum (FCS) r 100 lU/ml 
penicillin G and 25 |jg/ml gentamicin(Fig. 1). 

[0069] When LF primary cultures reach about 85% confluence, the cells 
are detached from their culture flasks using 0.05% trypsln-0.01% EDTA 
solution (pH 7.8), for about 10 min at 37°C. The LF suspensions are 
centrifuged twice at 200 X g for 10 min. The celJ pellets are resuspended in 
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complete culture medium and the cells are counted. The celfular viability is 
determined using the trypan blue exclusion method. 

[0070] Up until now, LF were isolated and cultured from ACL biopsies 
of more than 20 patients and 1 0 animals (goats, dogs, and rabbits) with 
100% success. The ceils maintained their morphology for more than 7 
passages in culture. For ACL substitutes production, LF cultures from 
passages 2 to 5 are used. Immunofluorescent labeling analysis reveafed 
that different populations of human LF extracted from ACL biopsies 
express virnentin, fibronectin, Types I and Hi collagens and efastin. 

Preparation of the ACL substitutes' bone anchors 

[0071] Bone pieces are washed with ethanol 100% and cut in a 
cylindrical shape according to dimensions adapted to the needs of the host 
(average size of 1 cm-diam. and 2 cm-long). 

[00721 A transverse hole (1/8-in. diam.) is made in each bone anchor 
(Fig. 2)\The bone plugs are kept in 100% ethanol overnight to be 
sterilized. Assurgical thread resorbable within 1 month post-surgery, is 
passed through^he transverse holes of 2 bone anchors and fixed between 
the bones by sinuate stitching. Then the thread is twisted between the 
bones to thicken the lihk (Fig. 3). 

[0073] A longitudinal hbte or more (1mm diam. or wider) is made in 
each bone anchor. Such holeSsare drilled in order to increase hydrated 
collagen adhesion with the bones/This step is optional. The 2 sterile bone 
piugs readily linked by the twisted sUraical thread are transferred in a 
sterile plastic tube and kept in position bypassing a hot metal pin through 
their transverse holes and across the tube (Fig\4). 




[0074] One of the 2 bones is fixed at the bottom and the other at the 
top of the tube. Then, the tube containing the bone plugs are filled with 
sterile culture medium containing 10% FCS and put at 37°C overnight in 
order to verify that no bacterial contamination comes out. Up to now, we 




never had any contamination following this method. Another alternative 
could be that the bones and thread would be rinsed with 100% ethariol, 
dried under sterile conditions and sterilized a second time with ethylene 
oxide. They could be kept In sterile culture medium containing 5-10% FCS 
at 4°C until use. 

Production of the bloengineered ACL substitutes in vitro 

[0075] Two protocols have been developed to obtain similar products; 
graftable bioengrneered ACL substitutes. The protocol involves the 
addition of the living LF only at the end of the production steps, avoiding 
the use of cell-populated collagen gels during the. 

[0076] A) A solution of DME 2.7X containing antibiotics is mixed with a 
second solution containing heat inactivated (30 min at 56 q C) FCS, 
solubillzed bovine Type I collagen and living LF (preferably from passages 
2 to 5; Fig. 10, step 3). The cells are added at a final concentration of 2.5 
X 105 cells per ml but lower or higher cell concentrations could be used. 
The final concentration of bovine Type I collagen varies between 1,0-2,0 
mg/ml in the ACL substitutes but other concentrations could be used (e.g. 
preferably ranging from 0.5 to 5mg/ml). The next step is described on Fig. 
10, step 5. 

[0077] B) A solution of DME 2.7X containing antibiotics Is mixed with a 
second solution containing heat inactivated (30 min at 56°C) FCS, 
solubillzed bovine Type f collagen. The final concentration of bovine Type I 
collagen varies between 1,0-2,0 mg/ml in the ACL substitutes but other 
concentrations could be used (e.g. preferably ranging from 0.5 to 5mg/ml). 
There is yet no cell added in the mixture at this stage. 

[0078] S^he mixture is quickly poured In the sterile plastic tube 
containing the>2l bon anchors linked by the twisted surgical thread. 

[0079] The ACL substitute is cultured in DME supplemented with 10% 
FCS, 50 jig/ml ascorbic acid, 100 lU/ml penicillin G and 25 jxg/ml 
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gentamicin. It is maintained in a static vertical position during the first 24 
hrs of culture mainly to allow proper collagen polymerization. The ACL 
substitute is then taken out of the tube after collagen polymerization (at pH 
7.4), The collagen matrix is also contracted when the ACL substitute 
contained living LF according to procedure A (Fig. 5) but It is not 
contracted in the case of acelliilar substitutes prepared as described in 
procedure B (Fig. 6). 

[0080] Then, the ACL substitute is taken out of the tube and frozen at 
-80°C In a sterile dish (Figs. 10 and 1 1 p step 5). 

[0081] When frozen, the ACL substitute [s lyophilized (Fig. 7 and Figs. 
10 and 11, step 6). 

[0082] The lyophilized ACL substitute is then transferred into a new 
sterile plastic tube and fixed as previously described to be used as a solid 
central core (Figs. 1 0 and 1 1 , step 7). Additional lyophilized layers can be 
added to produce farger and stronger ACL substitutes. 

[0083] Another layer of hydrated collagen mixed with living LF is made 
and added around the lyophilized collagen core, according to the 
procedures described in section A. The bilayered ACL substitute can be 
kept In culture until grafted into the host. Fig. 8 shows a histological section 
of the ACL substitute before implantation (transversal plan). The central 
lyophilized core is surrounded by a hydrated collagen layer seeded with LF 
of the eventual host, in that case, a goat. 

[0084K A second layer of hydrated collagen is made as described in 
section Bv (no cell is included within the matrix). The aceliular ACL 
substitute is\network of collagen fibers (Fig. 9A). After its' polymerization 
overnight, the ab^llular ACL substitute is put in culture medium containing 
LF suspended in the medium (DME supplemented with 10% FCS, 50 
pg/ml ascorbic acid, >(X) lU/ml penicillin G and 25 ^tg/ml gentamicin; 
Fig. 11, step 8). Within 24Hirs, the cells attach and migrate into the outer 
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hydrated collagen layer (not iyophilized; Fig. 9B). The cells contract the 
collagei\natrix while colonizing it within 48 hrs (Fig. 9C). The bilayered 
cell-populated ACL substitute can be kept in culture until grafted (Fig. 11, 
step 9). More h^tirated matrix layers can be added around the bACL. 

Organization of matffcial structure induced in the ACL substitute bv cyclic 
traction " 

[0085] At least 10 replicates were conducted under similar conditions to 
evaluate the effects of cyclic traction on the evolution of our ACL. The 
cycles were fixed at a frequency of 1 cycle/min. During the first 5 days, the 
ACL were stretched to 1-mm stretch per cycle, always returning to their 
initial length (about 4 cm) to complete each cycle. The amplitude was 
increased to 2 mm from days 5 to 10. Histologic studies were performed 
after 10 days on ACL cultured under static horizontal conditions compared 
to ACL subjected to cyclic traction. For the first time, dense network of 
collagen fibers organized in wavy bundles is observed in vitro in a human 
bioengineered living tissue. Our data strongly show that living ACL celfs 
seeded in ACL can respond to mechanical stimuli in vitro. The crimps 
followed a wavy pattern, as it is seen in native ACL. Results were 
repeatedly similar from one experiment to another. 

Surgical procedure for implantation of the bioengineered ACL substitutes 
in human and animals 

[0086] Surgical procedures are performed by arthroscopy in human and 
under general anesthesia in animals (intramuscular injection of ketamine 
and xylaslne; 0.6 ml/kg body weight), maintained by inhalation of a 2:1 
mixture of oxygen and nitrous oxide with 0.1% halothane. 

[0087] With use of Kirschner wires and a mini-driver, a tunnel (about 1 
cm diam., adapted to the knee of the host) will be created through the 
metaphyseal bone of the femur, distal to the epiphyseal scar and 
perpendicular to the long axis of the femur. 
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,0088] The bACL (about 1 cm length, adapted to the knee of the host) 
ls placed wittin the bone tunnel, with great care to ensure that the bACL 
fills the entire length of the hole. 

r.0089] The end of the prosthesis exiting the lateral end of the tunnel is 
inserted in a second tunnel performed in the lateral femoral periosteum. A 
minimal static tension is applied on the bACL. 

[0090] The bone anchors of. the graft may be fixed with screws and/or 
cement (including biomedical epoxy). 

[0091] The incision site is sprayed with a topical antibacterial agent. In 
the case of human, they receive a normal diet and movement restrictions 
during the first month post-surgery. They start to put weight on the 
operated leg according to tolerance and receive an exercise program to 
maintain or increase muscular strength. Their knees are monitored daily 
for a week to notice any abnormal inflammatory signs. In the case of 
animals, they receive a diet of water and food ad libitum. Prophylactic 
tetracycline is added in water for 10 days. A cast or a light orthosis 
presently used to limit human joint motions postsurgery is used to prevent 
animal knee motion over 4-7 days after bACL implantation. The animal's 
physical evaluation is done daily by veterinarians and their staff. 
[0092] Such ligament substitute may be modified further or adapted for 
gene therapy by introducing genes into the cells. Also, the procedure may 
be easily adapted to other applications, for example, to replace a ligament 
at another anatomic site of the body (vertebral column, neck, etc). 



EXAMPLE II 
Preparation of connective tissues 



Material and Methods 

Dermal fibroblasts isolation and culture 
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[0093] The dermal fibroblasts <DF) isolated from the dermis of skin 
biopsies, enzymatically (same procedure described in Example I) or by 
explants, are cultured in DME supplemented with 10% fetal calf serum 
(FCS), 100 lU/ml penicillin G and 25 ug/ml gentamicin. 
[0094] When DF primary cultures reach about 85% confluence, the 
cells are detached from their culture flasks using 0.05% trypsin-0.01% 
EDTA solution (pH 7.8), for about 10 min at 37°C. The DF suspensions are 
centrifuged twice at 200 X g for 10 min. The cell pellets are resuspended in 
complete culture medium and the cells are counted. The cellular viability is 
determined using the trypan blue exclusion method. 
[0095] Up until now, the DF were isolated and cultured from skin 
biopsies of more than hundred patients and 10 animals (goats, dogs, and 
rabbits) with 100% success. The cells maintained their morphology for 
more than 7 passages in culture. For connective tissue substitutes 
production (e.g. ligaments). DF cultures from passages 2 to 5 are used. 
Preparation of the ligament sub stitutes' bone anchors 
[0096] Bone pieces are washed, cut and sterilized according to the 
procedure described in Example I. 

[0097] Holes are made in each bone anchor, as previously described. 
The zNsterile bone plugs readily linked by the twisted surgical thread are 
transferred^ a sterile plastic tube and kept in position by passing a hot 
metal pin through their transverse holes and across the tube (Fig. 4). 
Production of bioenbkieered lioament su hstitut.es in vitro 
[0098] A first alternative: A solution of DME 2.7X containing antibiotics 
is mixed with a second solution containing heat inactivated (30 min at 
56°C) FCS, solubilized bovine Type I collagen and living DF (preferably 
from passages 2 to 5). The DF are added at a final concentration of 2.5 X 
105 cells per ml but lower or higher cell concentrations could be used. The 
final concentration of bovine Type I collagen varies between 1 ,0-2,0 mg/ml 
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in ,he ligament substitutes but other concentrations could be used (e.g. 
preferably ranging from 0.5 to 5 mg/ml). The next step is described .n F,g. 
1 1 , step 5). 

[0 099] A second alternative: A solution of DME 2.7X containing 
antibiotics is mixed with a second solution containing heat inactivated (30 
min at 56°C) FCS, solubilized bovine Type I collagen. The final 
concentration of bovine Type I collagen varies between 1,0-2,0 mg/ml in 
the ACL substitutes but other concentrations could be used (e.g. 
preferably ranging from 0.5 to 5 mg/ml). There is yet no cell added in the 
mixture at this stage. 

ft100] The mixture is quickly poured in the sterile plastic tube 
lining the 2 bone anchors linked by the twisted surgical thread. 
CollaWi scaffolds are casted between two bone anchors described in 
example\The tissue constructs are put into a dessicator under minimal 
horizontal tension, under normal atmospheric pressure or less (ranging 
from about 25\o mm Hg). Tha appearance of the macroscopic aspect of 
a bioengineered A&Lready for implantation can be seen in Fig. 12, as well 
as immediately afterWlantation in situ (opened goat's .knee joint) (Fig. 

13) . The scaffolds wereSsompietely dehydrated within about 2-3 hrs (Fig. 

14) . Fig. 15 shows a histological section of a collagen matrix dehydrated 
under these conditions. 
[0101] The bioengineered scaffolds were rehydrated in fresh DMEM, 
taken out of the tube and then transferred into a new sterile plastic tube. 
Additional dehydrated layers can be added or another layer of hydrated 
collagen can be added containing living DF or LF, to produce larger and 
stronger ligament substitutes. 

[0102] An acellular bioengineered ligament has been grafted into a 
goafs knee joint. After five months, as shown in Fig. 16, the grafted 
ligament is clearly colonized and innervated by the hosts' cells. Note the 
presence of the host's cells which colonized the graft post-implantation and 
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the high density of collagen 
regenerating anterior cruciate li 



fibers, aligned in the long axis of the 
libament in situ (longitudinal plan). 



EXAM P LEW 



Preparation of periodontal ligament substitute 



Material and Methods 

Fibroblasts isolation and cultur^ 

[0103] Dermal fibroblasts 
from other sources (e.g. 
cultured in DME supplementec 
penicillin G and 25 ug/ml 

[0104] When the cells 
they are detached from their 
EDTA solution (pH 7.8), for 
are centrifuged twice at 
resuspended in complete 
cellular viability is determined 

Preparation of the peridontal li 



(ibF), ligament fibroblasts (LF), or fibroblasts 
mulcosa of the mouth) can be isolated and 
with 10% fetal calf serum (FCS), 100 lU/ml 
gent^micin. 



primary 



200 
cultjre 



[0105] Teeth pieces are 
procedure described in Example I. 

[01 q6] Holes are made in 
tooth rs linked to a bone ancHor 
transferred in a sterile plastic 
metal pin through their 



transverse 



[0107] A solution of DME 
second solution containing 



cultures reach about 85% confluence, 
culture flasks using 0.05% trypsin-0.01 % 
s^out 10 min at 37°C. The cell suspensions 
X g for 10 min. The cell pellets are 
medium and the cells are counted. The 
lising the trypan blue exclusion method. 

li gament substitutes' tooth anchors 



washed and sterilized according to the 
I. 



oach tooth, as previously described. A sterile 
by a twisted surgical thread and both are 
tube and kept in position by passing a hot 
holes and across the tube. 



Production o f hi^ng inftered perido ntal ligament substitutes in vitro 



2.7X containing antibiotics is mixed with a 
heat inactivated (30 min at 56 6 C) FCS, 
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solubilized bovine Type 1 collagen and living fibroblasts (preferably from 
passages 2 to 5). The fibroblasts are added at a final concentration of 2.5 
X 105 cells per ml but lower or higher cell concentrations could be used. 
The final concentration of bovine Type I collagen varies between 1,0-2,0 
mg/ml in the ligament substitutes but other concentrations could be used 
(e.g. preferably ranging from 0.5 to 5 mg/ml). 

[01081 According to a second possibility, a solution of DME 2.7X 
containing antibiotics is mixed with a second solution containing heat 
inactivated (30 min at 56 a C) FCS, solubilized bovine Type I collagen. The 
final concentration of bovine Type I collagen varies between 1,0-2,0 mg/ml 
in the ACL substitutes but other concentrations could be used (e.g. 
preferably ranging from 0.5 to 5 mg/ml). There is yet no cell added in the 
, mixture at this stage. 
K* JbM^ [0d<>9] The mixture is quickly poured in the sterile plastic tube 
^ /^"OLning the bone and the tooth anchors linked by the twisted surgical 

2 ^ ^^readNCollagen scaffolds are casted between two anchors. The tissue 
5 construc^sNare lyophilized or put into a dessicator under minimal horizontal 

tension, und\normal atmospheric pressure or less (ranging from about 
25 to 0 mm HgjNNhen totally dehydrated, the scaffolds are rehydrated in 
fresh DMEM, takenW of the tube and then transferred into a new sterile 
plastic tube. Another ikyer of hydrated collagen can be added containing 
living fibroblasts, to produc^elarger and stronger ligament substitutes. The 
periodontal ligament substitute^an be implanted in the gum (Fig. 17). 
[0110] While the invention has been described in connection with 
specific embodiments thereof, it will be understood that it is capable of 
further modifications and this application is intended to cover any varia- 
tions, uses, or adaptations of the invention following, in general, the 
principles of the invention and including such departures from the present 
disclosure as come within known or customary practice within the art to 
which the invention pertains and as may be applied to the essential 
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features hereinbefore set forth, and as follows in the scope of the 
appended claims. 
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